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L Lacelle 


From: 
David Shepherd [dshepherd@dartaero.com] 


Sent: 
March 5, 20094:39 
PM 


T~: 
'Peter Hum' 


Cc: 
'L Lacelle' 
_ 


Subject: 
FW: Raw Plastic Prep 


For the OSl ... we NEED to use 20 % reducer since this is what we did on the testing. 


David 


From: 
Shane Wikene [mailto:paintshop@eaglecoPters.com] 
Sent: Thursday, 
March OS, 2009 11:36 AM 
To: 'L Lacelle' 
,. 
Cc: dshepherd@dartaero.com 
Subject: RE: Raw Plastic Prep 


Linda, 


Just a heads Lip on' mixing the paint, the reducer percentage 
will affect the gloss levels as well as the amount of 
paint put on the dash, so a 10% ratio wili be less coat of application 
but the gloss level will be higher, if 20% 
reducer is added the amount of coats wm increase but the gloss level williower. 
.... 


SlianeWi~ne 
'Eagfe Copt.?rs 
Cafgary .Jl(jj 
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From: 
L Lacelle [mailto:llacelle@dartaero.com] 
Sent: Thursday, 
March OS, 2009 11:34 AM 
To: 'Shane Wikene' . 
Cc: dshepherd@dartaero.com 
Subject: RE; Raw Plastic Prep 


THANKS 


From: 
Shane Wikene [mailto:paintshop@eaglecoPters.com] 
Sent: March 5, 2009 1:21 PM 
To: IIacelle@daltaero.com 
Cc: dshepherd@dartaero.com 
Subject: Raw Plastic Prep 


Raw plastic preperation: 


Using a red scotch brite pad scuff the entire panel 


Then using part # 541-30 plastic cleaner and a lint free towel, wipe the entire part to be painted clean. 
After the panel has been cleaned you will spray 2 med/ wet coats of part # AMa65 plastic adhesion promoter 
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Allow the adhesion promoter to flash off for 20 mins 


Now you will have to apply a plastic primer/sealer, 
part # 285-60, mixed with 929-53 and 352-50 reducer at a ratio 


of 
2parts primer/sealer, 
1 part 929-53, 30% 352-50 reducer 


Allow primer/sealer 
20 mms to flash before topcoating 


Your flat black will require 3 coats for complete coverage. 
.L 
Black paint will be mixed at 3 parts paint 1 part 929-91 hardener 
}'U% 352-50 reducer 


J.OIJ/() 
pj 
£}6 
0'l.01. 


If you have any more questions feel free to contact me 


Shane Wikene 


Eagle Copters 


Calgary AB 


Refinishing Shop Manager 


403-250-7370 
Ext 
130 
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